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In the claims: 

Claims 1-28. (Cancelled) 

29. (CURRENTLY AMENDED) The n.«hod of making a Saxony can«. comprising the 

riming an nn,wis.ed eo. sW comprising a. .ea. one member se>ee«a ftom ^ 
group consisting ofanawial or synthetic fiber; . . , 

riing a tapper yam comprising a. leas, one base syndetic «^ > 
heat activated binder fiber bav,ng a melting poin, a. ieas. 20»C lower than the base 

synthetic fiber; . , 

0. ,™ppingthew,apperyan,abou,.hecores,rana.femiMi!^^ 

ft::^„,.e^wrappedsing,esyamata.empera,nresumcien.,omeUth= 

beated activated binder material, Uten subsequently cooling and solidifying sard naeh. 
tf,e,ebyconstricfi"8-«ba3esyn.hedc fiber compon^t of thewrapperyan, about .he 

core suand and securing it to the core strand; 

e. incorporating the ,rnffldsted.hea..trea,ed yam into a backing material as loops; 

f. culling the loops to form vertical lufts; and 

g dying dyeing and finishing. 

30. (NEW) m method of claim 29 wherein the wrapper yarn is a continuous filament 
yarn of about 20 to 200 denier. 

31 . (NEW) The method of claim 29 wherein the wrapper yam is a continuous filament 
yarn of about 40 to 80 denier. 

32. (NEW) The method of claim 29 wherein the wrapper yarn contains about 5 to 95 
weight percent of the heat activated binder fiber. 
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33(NEW)Thcmemo<iofolaim29«h«ei„*..w™ppcryamoon«insabou.l5.o85 
v«ighl p«e=« Df U.e heat acHvated binder fiber. 

34. (NBW) The n,e,hod of 2, ^erem *e wrapper yan. comain, abou. 25 .o 75 
weighl peram of (he beat activated binder fiber. 

35. (NEW) m method of clai. 29 wherein the >«apper yan. ntakes about 2 », .0 wrap, 
per inch about the core strand. 

u A € 70 wherein the wrapper yarn makes abotit 3 to 5 wraps 

36. (NEW) The method of claim 29 wherein inewi 

per inch about the core strand. 

37. (NEW) Tbe method of elaim 29 wherein the core strand is a sliver of about 0.8 to 6 

cotton count. 

38. (NEW) -me tnethod of claim 29 wherein the core str^td is a sliver of about 1 to 5 

cotton count. 

39. (NEW) The n^ethod of claim 29 wherein ihe co,^ strand is a sliver of about 1 to 3 

cotton count. 

40. (NEW) The method of claim 29 wherein the core strand is a bulked continuous 
filament yam of about 900 to 6000 denier. 

41 . (NEW) The method of claim 29 wherein the core strand is a bulked continuous 
filament yam of about 1000 to 5300 denier. 

42. (NEW) T1.C method of claim 29 wherein the core strand is a bulked continuous 
filamem yarn of about 1000 to 3000 denier. 
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polyolefin, and polyamide. 

44 (NEW) The me*od of c.a,m 29 M,e,ei„ U» core ^ contains abou, 0-12 weigh. 
Z-fahea.ac.iva.e.h.n<<e.r,h.havin.an,e«ngpoin.a.iea.aho..a0.es^C. 

lower than the textile fiber constituents. 

45 (NEW) r^e^eU-odofciain, 29 Wherein *eco.s.andcon.ai„salx>u,0.o6,^8h. 
^ofahea.ac.va«ahin.e.f.he.havingan,ehi„spoinu.,eas.aho.20deg,ees 

C. lower than the textile fiber constituents. 

4, ^^EW, The ™e«,o4ofciai.2,whe.>nU,e core s«andcon,ainsabou.«.o3„eigW 
;lL„fahe.a«iva.edhi„d.rfih«havin.a„e,U»gpoin.aUea.ahou.20aeg,ee.C. 

lower than the textile fiber constituents- 

47 (NEW)-n>eme*odofclaim29wher«n*eoor.«ra.do.mainsabou.O>o, wei,h, 
p..e„.of.healac«va«abindernherhavingamel,ingpoin, at lcastabou.20 degrees C. 

lower than the textile fiber constituents. 

48. (NEW) The method of claim 29 wherein the total content of heat activated binder 
fiber is 0.05-2.5 weight percent of the total yam. 
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